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(54) FILTER 

(57) An object of the present invention is to provide a filter that makes it possible to suppress the initial pressure 
loss and, also, to reduce the rising rate of the pressure loss that increases as particulates accumulate; therefore, the 
pressure loss at the time when a prescribed amount of particulates have been collected becomes lower, and the pres- 
sure loss from the viewpoint of the period up to the recovery as a whole also becomes lower. 

The present invention provides a filter, which is a column shaped filter having a honeycomb structure, including a 
number of through holes that are placed in parallel with one another in the length direction with wall portion interposed 
there between, wherein the through holes are constituted by two types of through holes, that is, large-capacity through 
holes having a relatively larger cross-sectional area in the cross section perpendicular to the length direction and small- 
capacity through holes having a relatively smaller cross-sectional area in the cross section, with the numbers of the 
two types of through holes being substantially set to the same, the large-capacity through holes are sealed at one end 
of the filter, while the small-capacity through holes are sealed at the other end of the filter, and supposing that the ratio 
(a/b) of the total (a) of lengths of wall portion which is shared by one large-capacity through hole and the adjacent 
large-capacity through hole in the cross section perpendicular to the length direction and the total (b) of lengths of wall 
portion which is shared by one large-capacity through hole and the adjacent small-capacity through hole in the cross 
section perpendicular to the length direction is defined as a and that the ratio (A/B) of the area (A) of the cross section 
of the large-capacity through hole and the area (B) of the cross section of the small-capacity through hole is defined 
as p, a and p satisfy the relationship represented by the following formula (1): 



ED 



(3 > (20/9) a + 1 (where 0 < a £ 1.5 and 1< P < 6) (1). 



Q- 

LU 



Printed by Jouve, 75001 PARIS (FR)" 



(Cont. next page) 



29-0 1-200* 



BP 1 495 791 A1 



Description 

CROSS REFERENCE TO RELATED APPLICATION 

5 10001] This application claims benefit of priority to Japanese patent applications Nos. 2002-26781 9 filed on Septem- 
ber 13. 2002 and 2003-57631 filed on March 4. 2003, the contents of which are incorporated by reference herein. 

TECHNICAL FIELD 

10 [0002] The present invention relates to a filter used for removing particulates and the like contained in exhaust gases 
discharged from an internal combustion engine such as a diesel engine and the like. 

BACKGROUND ART 

is [0003] In recent years, particulates, contained in exhaust gases discharged from internal combustion engines of 
vehicles such as buses, trucks, construction machines and the like, have raised serious problems as contaminants 
harmful to the environment and the human body. 

[0004] For this reason, there have been proposed various ceramics filters which allow exhaust gases to pass through 
porous ceramics to collect particulates in the exhaust gases, so that the exhaust gases can be purified. 
20 [0005] Conventionally, with respect to the ceramics filters of this type, as shown in Figs. 9, there has beenknown a 
column-shaped honeycomb structural body 140 in which a number of through holes 141 are placed in parallel with one 
another in the length direction with a partition wall 143 interposed therebetween. 

[0006] As shown in Fig. 9(b), the through hole 141 is sealed with a sealing material 142 at one of its exhaust-gas 
inlet side and outlet side, so that exhaust gases that have entered one through hole 141 are discharged from another 

2S through hole 141 after having always passed through a partition wall 143 that separates the through holes 141. 

[0007] In other words, when the honeycomb structural body 140 is placed in an exhaust gas passage of an internal 
combustion engine, particulates in exhaust gases discharged from the internal combustion engine are captured by the 
partition wail 143 when passing through the honeycomb structural body 140, so that the exhaust gases are purified. 
[0008] Moreover, with respect to such an exhaust gas filter, a filter having the following structure has been proposed: 

30 through holes of two kinds, that is, a through hole with the end on the exhaust-gas outlet side being sealed (hereinafter, 
referred to as inlet-side through hole) is prepared as a through hole with a larger capacity (hereinafter, also referred 
to as large-capacity through hole) and a through hole with the end on the exhaust-gas inlet side being sealed (here- 
inafter, referred to as outlet-side through hole) is prepared as a through hole with a smaller capacity (hereinafter, also 
referred to as small-capacity through hole), so that the aperture ratio on the exhaust-gas inlet side is made relatively 

35 greater than the aperture ratio on the exhaust-gas outlet side. 

[0009] Fig. 10 schematically shows a cross section perpendicular to the length direction of an exhaust gas filter 
disclosed in U.S. Patent No. 441 7908 (corresponding to JP Kokai Sho 58-1 96820, JP Kokoku Hei 3-49608 (hereinafter, 
referred to as Patent Literature 1 )). 

[0010] This exhaust-gas filter 60 has a cross-sectional structure in which squares, each smaller than each of square 
*o shapes constituting the checker board pattern, are placed on intersections of the checker board pattern, and this struc- 
ture is constitutedby small-capacity through holes 61 b corresponding to the smaller squares and large-capacity through 
holes 61a located on the periphery thereof, with the partition wall 62a, 62b being formed between these through holes. 
[0011] Moreover, Figs. 11(a) to 11(d) schematically show cross-sections perpendicular to the length direction of 
exhaust-gas filters disclosed in U.S. Patent No. 4364761 (corresponding to JP Kokai Sho 56-124417 and JP Kokai 
*s Sho 62-9671 7 (hereinafter, referred to as Patent Literature 2) and U.S. Patent No. 4276071 (corresponding to JP Kokai 
Sho 56-124418)). 

[0012] In these exhaust-gas filters 300 to 330, large-capacity through holes 301a, 311a, 321a, 331a and small- 
capacity through holes 301b, 311b, 321b, 331b having various shapes are formed, and partition walls 302, 312, 322, 
332 are formed between these through holes. 

50 [0013] Each of the partition wails 302, 312, 322, 332 separates each of the large-capacity through holes 301a, 311a. 
321a, 331a and each of the small-capacity through holes 301b, 311b, 321b, 331b from one another, and there are 
substantially no partition wall that separates the large-capacity through holes 301 a, 31 1 a, 321 a, 331 a from each other. 
[0014] In general, these filters have an increased pressure loss as particulates in exhaust gases are collected. Ac- 
cordingly, the back pressure increases and, when the back pressure has exceeded a predetermined value, the load 

55 imposed on an engine or the like becomes greater, so that a recovery process needs to be carried out to eliminate the 
particulates. Therefore, the degree of pressure loss with elapsed time forms an important factor in evaluating the filter 
performances. 

[0015] Fig. 1 is a conceptual diagram that shows main factors giving influences to the pressure loss. 
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[001 6] As shown in Fig. 1 , the main factors that give influences to the pressure loss include © aperture ratio on the 
filter inlet side: AP a , © friction upon passage through through holes (inlet side @ -1: AP M , outlet side ® -2: AP^). 
® resistance upon passage through a partition wall: AP C and the like. 

[0017] Moreover, Fig. 2 is a graph that schematically shows variations in the pressure loss with elapsed time in each 
of the various exhaust-gas filters. 

[0018] In the case of exhaust-gas filters having two types of through holes disclosed in Patent Literatures 1, 2 and 
the like, in comparison with the exhaust-gas filter in which the cross-sectional shape is a square shape, as shown in 
Figs. 9, with all the through holes having almost the same capacity, in a state prior to collection of particulates, a 
pressure loss derived from the aperture ratio on the filter inlet side and friction exerted upon passage through inlet- 
side through holes (© : AP 8 +<2) -1: AP^) is slightly reduced; however, a pressure loss derived from friction exerted 
upon passage through outlet-side through hole and resistance exerted upon passage through a partition wall {£) -2: 
AP^ + ® * AP C ) is Increased. Consequently, it has been confirmed that the pressure loss prior to collection of partic- 
ulates becomes higher In comparison with the exhaust-gas filter in which all the through holes have substantially the 
same capacity as shown in Figs. 9. 

[001 9] Further, in the case of an exhaust-gas filter in which most of wall portion of an exhaust-gas filter are constituted 
by wall portion (i) which is shared by one large^capacity through hole and the adjacent large-capacity through hole in 
the cross section perpendicular to the length direction and wall portion (ii) which is shared by one large-capacity through 
hole and the adjacent small-capacity through hole in the cross section perpendicular to the length direction, the pressure 
loss is varied depending on the ratio of these two kinds of wall portion. 

[0020] For example, supposing that the aperture ratio is constant, when the rate of the wall portion (i) isgreat, it 
becomes difficult for exhaust gases to directly pass through the wall portion (ii) from the large-capacity through hole 
to flow into the small-capacity through hole; therefore, the pressure loss prior to collecting particulates Ho) tends to 
become higher. 

[0021] However, since particulates are accumulated on the surface of the wall portion (ii) as the particulates are 
collected, the flow of exhaust gases that once enters the wall portion (i) and are transmitted over the poroUs wall to 
flow into the wall portion (ii) is under less resistance than the flow of exhaust gases that directly pass through the wall 
portion (ii) from the large-capacity through hole to flow into the small-capacity through hole, with the result that partic- 
ulates are accumulated evenly over the entire wall portion constituting the large-capacity through hole. Therefore, the 
thickness of the particulates to be accumulated over the wall portion is reduced, so that it becomes possible to reduce 
the rising rate (AP 3 /(T t - T 0 )) of the pressure loss that increases as particulates accumulate. 
[0022] Here, in the case where, In contrast, this rate is small, although the pressure loss prior to collecting particulates 
(T 0 ) becomes lower, the rising rate (AP 3 /(T 1 - T 0 )) of the pressure loss that increases as particulates accumulate tends 
to increase. 

[0023] In the exhaust-gas filter 60 disclosed in Patent Literature 1 (Fig. 1 0), the rate of wall portion (i) which is shared 
by the adjacent large-capacity through holes is comparatively great. For this reason, as shown In Fig. 2, the pressure 
loss (hereinafter, referred to as initial pressure loss) prior to collecting particulates (T 0 ) becomes higher due to high 
resistance (® : AP<j) upon passage through a partition wall, and the pressure loss upon collecting particulates (T, J 
also becomes higher since the initial pressure loss is too high. 

[0024] Therefore, from the viewpoint of engine management, a recovery process needs to be carried out before a 
prescribed amount of particulates has been accumulated. In other words, since the initial pressure loss is too high, the 
exhaust-gas filter 60 has a problem that substantially only a limited amount of particulates is collected. 
[0025] Moreover, in the case of exhaust-gas filters 300 to 330 disclosed in Patent Literature 2 (Fig. 11), partition 
walls (i) separating the large-capacity through holes 301a, 311a, 321a and 331a from each other are in a point-contact 
state, and hardly exist. 

[0026] For this reason, as shown in Fig. 2, due to a high rising rate (APg/fT-, - T 0 )) of the pressure loss that increases 
as particulates accumulate, the pressure loss upon collecting particulates Hi) becomes too high. 
[0027] Therefore, from the viewpoint of engine management in the same manner, a recovery process needs to be 
carried out before a prescribed amount of particulates have been accumulated. In other words, since the rising rate of 
pressure loss upon collecting particulates is high, the exhaust gas filters 300 to 330 have a problem that substantially 
only a limited amount of particulates is cdlleced. 

[0028] With respect to another conventional technique, microfilms of Japanese Utility Model Application No. 
56-187890 (J UM Kokai Sho 58-92409 (see Fig. 6, page 4), hereinafter, referred to as Patent Literature 3), have dis- 
closed a honeycomb structural body with cell pitches of large-capacity through holes being set almost in a range from 
1.0 to 2.5 mm. 

[0029] JP Kokai Hei 5-68828 (Japanese Patent gazette No. 3130587 (page 1), hereinafter, referred to as Patent 
Literature 4) has disclosed a honeycomb structural body in which the capacity rate of the large-capacity through holes 
is set to 60 to 70% white the capacity rate of the small-capacity through holes is set to 20 to 30%, with the cell pitch 
of the large-capacity through holes being set to almost in a range from 2.5 to 5.0 mm. 
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[0030] Fig. 1 9 is a cross-sectional view that schematically shows a cross section perpendicular to the length direction 
(hereinafter, simply referred to as cross section) of this honeycomb structural body 200, and this honeycomb structural 
body 200 has a structure in which small-capacity through holes 202, each having a triangular shape in its cross section, 
are placed on the periphery of a large-capacity through hole 201 having a hexagonal shape in its cross section. 
5 [0031] Moreover, JP Kokai 2001-334114 (see Fig. 2, page 5) (WO 02/100514, hereinafter, referred to as Patent 
Literature 5) has disclosed a honeycomb structural body in which the ratio of the total area of the cross-section of 
small-capacity through holes to the total area of the cross-section of large-capacity through holes Is set in a range from 
40 to 120%. 

[0032] Fig. 20 is a cross-sectional view that schematically shows a cross section perpendicular to the length direction 

10 of such a honeycomb structural body, and in this honeycomb structural body 210, small-capacity through holes 212, 
each having an laterally elongated hexagonal shape in its cross section, are placed on the periphery of a large-capacity 
through hole 211 having a right hexagonal shape in its cross section. Moreover, in the vicinity of the circumference 
thereof, the large-capacity through holes 211 having a right hexagonal shape and large-capacity through holes 213 
having a trapezoidal shape are placed also in parallel with each other. 

15 [0033] Furthermore, another structure in which the number of inlet-side through holes is made greater than the 
number of outlet-side through holes, so that the aperture ratio on the exhaust-gas inlet side is relatively greater than 
the aperture ratio on the exhaust-gas outlet side has also been disclosed (for example, see Fig. 3 of Patent Literature 1 ). 
[0034] In the honeycomb filter of this type also, in comparison with the exhaust-gas filter in which the number of the 
cells on the inlet side and the number of the cells on the outlet side are different from each other and the cross-sectional 

20 shape shown in Figs. 9 is a quadrangle, with all the through holes having almost the same capacity, in a state prior to 
collection of particulates, a pressure loss derived from the aperture ratio on the inlet side and friction exerted upon 
passage through inlet-side through holes (® : AP a + ® -1: AP^) is slightly reduced; however, thepressurelossde- 
rivedfromfrictionexerted upon passage through outlet-side through holes and resistance exerted upon passage through 
a partition wall © -2: AP^ + ® : *P C ) is increased. Consequently, the pressure loss prior to collection of particulates 

25 becomes higher in comparison with the exhaust-gas filter in which all the through holes have substantially the same 
capacity as shown in Figs. 9. 

[0035J Moreover, U.S. Patent No. 441 6676 and U.S. Patent No. 442031 6 (hereinafter, referred to as Patent Literature 
6) have disclosed techniques for adjusting the thickness of walls and physical properties; however, it was difficult to 
reduce the pressure loss by using only these techniques. 

30 [0036] Further, JP Kokai Sho 58-1500t5 has disclosed a filter which is provided with square through holes and 
rectangular through holes; however, since this filter has a reformed cross section, it is difficult to manufacture the filter 
through an extrusion-molding process, and it is also difficult to mass produce the filter. Also, even without the reform 
of the cross section, the resistance of gases on the outlet side becomes higher to cause high pressure loss, since there 
is a difference between those having relatively large cross section and those having relatively small cross section in 

35 through holes on the outlet side. 

[0037] In order to solve this conventional problem, filters having two types of through hole shapes, that is, inparticular, 
a filter constituted by an octagonal shape and a square shape has been proposed (see the specification of French 
Patent No. 2789327, WO 02/10562). 

[0038] It has been confirmed that, by forming the filter into such shapes, the pressure loss is improved. However, 
40 the results of various experiments carried out onvarious shapes and aperture ratios has shown that it is difficult to 
satisfy both of low pressure loss and high crack limit, and consequently, the amount of collection of particulates is 
limited. In addition, these filters are inferior in isostatic strength and compression strength. 

[0039] Moreover, with respect to a conventional technique. WO 03/20407 has disclosed a honeycomb structural 
body in which two types of through holes, that is. relatively large square-shaped through holes and small through holes, 
<5 are provided. 

[0040] However, this filter still has high pressure loss, and is poor in isostatic strength and compression strength, 
thus, it was difficult to increase crack limit thereof. 

[0041] As described above, in all the honeycomb structural bodies described in conventional techniques, since the 
aperture ratio on the exhaust-gas inlet side is made relatively greater in comparison with the honeycomb structural 
so body in which the aperture ratio on the exhaust-gas inlet side and the aperture ratio on the exhaust-gas outlet side are 
equal to each other, it becomes possible to increase the limit of particulate collection, and also to lengthen the period 
up to the recovery process, when used as an exhaust gas purifying filter. 

[0042] However, it has been found that, in comparison with a normal filter (that is, a filter in which the aperture ratios 
on the exhaust-gas inlet side and outlet side are the same), these filters have considerably high initial pressure loss. 
55 in addition, these filters cause degradation in strength. Therefore, these fail to satisfy properties such as high isostatic 
strength, high compression strength and high crack limit, as well as maintaining a low pressure loss. 
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SUMMARY OF THE INVENTION 

[0043] The present invention has been devised so as to solve the above-mentioned problems, and its object is to 
provide a filter which has a low pressure loss upon collecting particulates, and makes it possible to collect a great 
amount of particulates. Here, in the present specification, collecting a great amount of particulates means not only the 
fact that the capacity of the collecting portion of the filter is simply increased, but also the fact that the filter becomes 
less likely to generate cracks due to the recovery process, so that a great amount of particulates can be collected. 
[0044J The filter of the present invention is a columnar filter having a honeycomb structure in which a number of 
through holes that are placed In parallel with one another in the length direction with wall portion interposed therebe- 
tween, 

wherein: the above-mentioned through holes comprises two types of through holes, which are large-capacity through 
holes having a relatively larger cross-sectional area In the cross section perpendicular to the length direction and small- 
capacity through holes having a relatively smaller cross-sectional area in the above-mentioned cross section, with the 
numbers of the two types of through holes being substantially set to the same;the above-mentioned large-capacity 
through holes are sealed at one end of the above-mentioned filter, while the above-mentioned small-capacity through 
holes are sealed at the other end of the above-mentioned filter; and supposing that the ratio (a/b) of the total (a) of 
lengths of wall portion which is shared by the above-mentioned one large-capacity through hole and the above-men- 
tioned adjacent large-capacity through hole in the cross section perpendicular to the length direction to the total (b) of 
lengths of wall portion which is shared by the above-mentioned one large-capacity through hole and the above-men- 
tioned adjacent small-capacity through hole in the cross section perpendicular to the length direction is defined as d 
and that the ratio (A/B) of the area (A) of the above-mentioned cross section of the above-mentioned large-capacity 
through hole to the area (B) of the above-mentioned cross section of the above-mentioned small-capacity through hole 
is defined as p, a and p satisfy the relationship represented by the following formula (1 ): 

P > (20/9) a 2 + 1 (where 0 < a <; 1.5 and 1 < p * 6) (1) 

[0045] In the above-mentioned filter, the shapes of the cross section perpendicular to the length direction of the large- 
capacity through holes and/or the small-capacity through holes are desirably formed as: an octagonal shape; and a 
quadrangle or square shape, and the shapes are desirably designed so that a part of the partition wall shared by the 
large-capacity through hole and the small-capacity through hole is expanded toward the small-capacity side with a 
predetermined curvature. 

[0046] The following description will describe the filter of the present invention. 

[0047] In the present invention, the total (b) of lengths of wall portion which is shared by one large-capacity through 
hole and the adjacent small-capacity through hole In the cross section perpendicular to the length 'direction represents 
the total of the lengths of the part of the partition wall through which exhaust gases are allowed to pass perpendicularly 
when the cross section of the filter is viewed. And, the total (a) of lengths of wail portion which is shared by one large- 
capacity through hole and the adjacent large-capacity through hole represents the total of the lengths of the part of the 
partition wall through which exhaust gases are not allowed to pass perpendicularly when the cross section of the filter 
is viewed. This value a(a/b) is also referred to as a ratio of partition-wall lengths. When this value a (ratio of partition- 
wall lengths) becomes greater, the rate of area of the partition wall through which exhaust gases are allowed to pass 
perpendicularly becomes smaller, and in contrast, when this value a (ratio of partition-wall lengths) becomes smaller, 
the rate of area of the partition wall through which exhaust gases are allowed to pass perpendicularly becomes greater. 
Thus, this value a (ratio of partition-wall lengths) gives great influences to the pressure loss, particulate accumulating 
state and the like, as described earlier. 

[0048] Here, the ratio p (A/B) of the area (A) of the cross section of the large-capacity through hole to the area (B)< 
of the cross section of the small-capacity through hole represents the aperture ratio of the filter of the present invention 
and, as the aperture ratio becomes higher, the total capacity of the large-capacity through holes on the exhaust-gas 
inlet side becomes relatively greater. 

[0049] The above-mentioned formula (1 ) was determined in the following manner. At the time of the initial state (T 0 ) 
and particulate-collecting state (T,). calculations were carried out or measurements were made through experiments 
as to how the total value of the pressure losses caused by these states was varied in association with the values of a 
and p and, based upon the results of these, the formula (1) was determined. 

[0050] In this case, ct(a/b) needs to satisfy 0 < cc «s 1.5. When a = 0, no wall portion shared by one large-capacity 
through hole and the adjacent large-capacity through hole exists, the rising rate of the pressure loss becomes higher 
in the same manner as the filter disclosed in Patent Literature 2. In contrast, in the case where this value a exceeds 
1 .5, since the total (a) of the lengths of wall portion which is shared by one large-capacity through hole and the adjacent 
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large-capacity through hole becomes too high,® resistance upon passage through the partition wall: AP C increases, 
resulting in an increased initial pressure loss. 

[00511 Moreover, P(A/B) needs to satisfy 1 < P £ 6. In the case of P = 1, the small-capacity through holes and the 
large-capacity through holes come to have the same capacity, and when p exceeds 6, the capacity of the small-capacity 
5 through holes becomes too small, and the pressure loss caused by friction upon passage of the through-hole outJet 
side and resistance upon passage of the partition wall (® -2: + ® ' ^Pc) increases, making the initial pressure 
loss greater. 

[0052] In the case of the filter that does not satisfy formula (1), that is, the filter that satisfies p < (20/9) a 2 + 1 , a 
becomes too great as compared with p. In other words, the total (a) of the lengths of wall portion which is shared by 
10 one large-capacity through hole and the adjacent large-capacity through hole becomes too long in comparison with 
the total (b) of lengths of wall portion which is shared by one large-capacity through hole and the adjacent small-capacity 
through hole. For this reason, the pressure loss caused by® resistance upon passage through the partition wall: AP C 
becomes too great, resulting in an increased initial pressure loss as in the case of the filter disclosed in Patent Literature 
1. 

15 [0053] By properly setting the above-mentioned values of a, b, A and B in such a manner that a and p satisfy the 
relationship of formula (1), it becomes possible to prevent the initial (T 0 ) pressure loss from becoming too high as 
shown in Fig. 2 and, also, to suppress the rising rate {AP^/(T A - T 0 )) of the pressure loss that increases as particulates 
accumulate; thus, it is possible to reduce the pressure loss (T^ at the time when a prescribed amount of particulates 
have been accumulated. 

20 [0054] Consequently, it is possible to reduce the pressure loss from the viewpoint of the period during which the filter 
is used as a whole and, with this arrangement, it becomes possible to reduce loads to be imposed on the engine, to 
reduce the possibility of problems such as engine stop, and also to collect a great amount of particulates. 
[0055] Here, the expression, "comprises two types of through holes, which are, large-capacity through holes having 
a relatively larger cross-sectional area in the cross section perpendicular to the length direction and small-capacity 

25 through holes having a relatively smaller cross-sectional area in the above-mentioned cross section, with the numbers 
of the two types of through holes being substantially set to the same", refers to the fact that, although, when viewed 
from the cross section perpendicular to the length direction, the filter of the present invention sometimes does not have 
the same number of the large-capacity through holes and the small-capacity through holes because of its outline shape 
or the like, it is constituted by the same number of through holes of the two types from the viewpoint of a predetermined 

30 pattern constituted by the large-capacity through holes and the small-capacity through holes. 

[0056] Therefore, for example, such filters, as shown in Fig. 19, in which a number of small-capacity through holes 
are located on the periphery of a large-capacity through hole, or vice versa, are not included in the present invention. 
Moreover, such filters, as shown in Fig. 11 , in which no wall portion shared by one large-capacity through hole and the 
adjacent large capacity through hole exists, are not included in the filter of the present invention. 

35 

BRIEF DESCRIPTION OF THE DRAWINGS 
[0057] 

40 Fig. 1 is a conceptual diagram that illustrates main factors causing a pressure loss in each of filters of types as 

shown in the present invention. 

Fig. 2 is a graph that schematically shows changes in pressure loss with elapsed time in each of various exhaust 
gas filters. 

Fig. 3 is a perspective view that schematically shows one example of an exhaust gas purifying filter of the present 
45 invention. 

Fig. 4 (a) is a perspective view that schematically shows one example of a porous ceramics member forming the 
filter shown in Fig. 3, and Fig. 4 (b) is a cross-sectional view taken along line A-A of the porous ceramics member 
shown in Fig. 4(a). 

Fig. 5 (a) is a perspective view that schematically shows another example of the exhaust gas purifying filter of the 
50 present invention, and Fig. 5 (b) is a cross-sectional view taken along line B-B of the filter shown in Fig. 5(a). 

Figs. 6 (a) to 6 (d) are cross-sectional views each of which schematically shows a cross section perpendicular to 
the length direction of a porous ceramics member forming the filter of the present invention, and Fig. 6 (e) is a 
cross-sectional view that schematically shows a cross section perpendicular to the length direction of a porous 
ceramics member that forms a conventional filter. 
55 Fig. 7 is a side view that schematically shows a state of one process carried out for manufacturing a honeycomb 

filter of the present invention. 

Fig. 8 is a cross-sectional view that schematically shows an example of an exhaust gas purifying apparatus in 
which the exhaust gas purifying honeycomb filter of the present invention is used. 
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Fig. 9 is a perspective view that schematically shows an example of a convent lonai exhaust gas purifying honey- 
comb filter. 

Ptg. 1 0 is a longitudinal cross-sectional view that schematically shows another example of a conventional exhaust 
gas purifying honeycomb filter. 

Figs. 1 1 (a) to 1 1 (d) are longitudinal cross-sectional views each of which schematically shows still another example 
of a conventional exhaust gas purifying honeycomb filter. 

Figs. 12(a) to 12(0 are longitudinal cross-sectional views each of which schematically shows an example of the 
filter of the present invention. 

Fig. 13 is a graph that shows the relationship between o (ratio of the partition wall lengths) and p (aperture ratio) 
of each of filters according to examples and comparative examples. 

Figs. 14 (a) to 14 (c) are photographs that show collected states of particulates observed at different positions 
from the filter inlet in Example 1. 

Fig. 15 is a graph that shows the relationship between the weight of ashes and the length of an ash layer in each 
of filters according to the examples and the comparative examples. 

Fig. 16 is a graph that shows the relationship between the pressure loss and the ash weight in a state Where no 
particulates are deposited on a filter before collection of particulates or immediately after a recovery process in 
each of filters according to the examples and the comparative examples. 

Figs. 1 7 is a graph that shows the relationship between a collected amount of particulates and a pressure loss in 
each of the filters according to examples and comparative examples, and Fig. 17(b) is a graph that shows the 
relationship among p (aperture ratio), ah initial pressure loss and a pressure loss after collection of 6 (g/L) of 
particulates, in each of filters according to the examples and the comparative examples. 
Fig. 18 is a graph that shows the relationship between p (aperture ratio) and a recovery limit value in each of filters 
according to the examples. 

Fig. 19 is a cross-sectional view that schematically shows a cross section perpendicular to the length direction of 
a conventional porous ceramics member in which the ratio of numbers between large-capacity through holes and 
small-capacity through holes is substantially set to 1 : 2. 

Fig. 20 is a cross-sectional view that schematically shows a cross section perpendicular to the length direction of 
a conventional honeycomb structural body. 

Fig. 21 is a cross-sectional view that schematically shows a cross section perpendicular to the length direction of 
a conventional honeycomb structural body. 

Fig. 22 is a cross-sectional view that schematically shows a cross section perpendicular to the length direction of 
a conventional honeycomb structural body.' 

EXPLANATION OF SYMBOLS 

[0058] 



10, 30 


filter 


13, 14 


sealing material layer 


15 


ceramics block 


20, 40, 50, 70 


porous ceramics member 


160, 170, 180, 260, 270, 280 


porous ceramics member 


21a, 31a, 41a, 51a, 71a 


large-capacity through hole 


161a, 171a, 181a, 261a, 271a, 281a 


large-capacity through hole 


21b, 31b, 41b, 51b, 7ib 


small-capacity through hole 


161b. 171b, 181b, 261b, 271b, 281b 


large-capacity through hole 


22 


sealing material 


23, 43, 53, 73 


partition wall 


163,173, 183, 263. 273,283 


partition wall 


33 


wall portion 



DETAILED DISCLOSURE OF THE INVENTION 

[0059] The filter of the present invention is a columnar filter having a honeycomb structure in which a number of 
through holes that are placed in parallel with one another in the length direction with wall portion interposed therebe- 
tween, 
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wherein: the above-mentioned through holes comprises two types of through holes, which are, large-capacity through 
holes having a relatively larger cross-sectional area in the cross section perpendicular to the length direction and smali- 
capacitythrough holes having a relatively smaller cross-sectional area in the above-mentioned cross section, with the 
numbers of the two types of through holes being substantially set to the same;tbe above-mentioned large-capacity 
through holes are sealed at one end of the above-mentioned filter, while the above-mentioned small-capacity through 
holes are sealed at the other end of the above-mentioned filter; and supposing that the ratio (a/b) of the total (a) of 
lengths of wall portion which is shared by the above-mentioned one large-capacity through hole and the above-men- 
tioned adjacent large-capacity through hole in the cross section perpendicular to the length direction to the total (b) of 
lengths of wall portion which is shared by the above-mentioned one large-capacity through hole and the above-men- 
tioned adjacent small-capacity through hole in the cross section perpendicular to the length direction is defined as a 
and that the ratio (A/B) of the area (A) of the above-mentioned cross section of the above-mentioned large-capacity 
through hole to the area (B) of the above-mentioned cross section of the above-mentioned small-capacity through hole 
is defined as p, a and P satisfy the relationship represented by the following formula (1 ) : 

P 2: (20/9) a 2 + 1 (where 0 < a £ 1.5 and 1 < P < 6) (1) 

[0060] The filter of the present invention is a columnar filter having a honeycomb structure in which a number of 
through holes are placed in parallel with one another in the length direction with wall portion being interposed there- 
between. This filter preferably has a structure which includes at least one porous ceramics block. This porous ceramics 
block may be formed by combining a plurality of column-shaped porous ceramics members, each having a plurality of 
through holes that are placed in parallel with one another in the length direction with wall portion being interposed 
therebetween, with one another through sealingmateriallayers (thisfilterishereinafteralsoreferred to as an aggregate- 
type filter), or may be formed by a ceramics member that is entirely sintered and formed as one integral unit (this filter 
is hereinafter also referred to as an integrated-type filter). 

[0061] In the case of the aggregate-type filter, wall portion is constituted by: a partition wall that separates through 
holes of the porous ceramics members from each other; and a sealing material layer that serves as an outer wall of 
the porous ceramics member and an adhesive layer interposed between the porous ceramics members and, in the 
case of the integrated-type filter, wall portion v is constituted by a partition wall of only one type. 
[0062] Fig. 3 is a perspective view that schematically shows a specific example of an aggregate-type filter as one 
example of the filter of the present invention, Fig. 4 (a) is a perspective view that schematically shows one example of 
a porous ceramics member forming the filter shown in Fig. 1. and Fig. 4(b) is a cross-sectional view taken along line 
A-A of the porous ceramics member shown in Fig. 4(a). 

[0063] As shown in Fig. 3, a filter 10 of the present invention has a structure in that a plurality of porous ceramics 
members 20 are combined together through sealing material layers 14 to form a ceramics block 15 and a sealing 
material layer 13 for preventing leak of exhaust gases is formed on the circumference of this ceramics block 15. 
[0064] Moreover, in the porous ceramics member 20, a number of through holes 21 are placed in parallel with one 
another in the length direction. Each through hole 21 is constituted by a large-capacity through hole 21a having a 
relatively large area in the cross section perpendicular to the length direction and a small-capacity through hole 21b 
having a relatively small area in the above-mentioned cross section. The large-capacity through hole 21a is sealed by 
a sealing member 22 at the end on the exhaust^as outlet side of the filter 10, while the small-capacity through hole 
21b is sealed by a sealing member 22 at the end on the exhaust-gas inlet side of the filter 10; thus, a partition wall 23 
separating these through holes from each other is allowed to serve as a filter. In other words, exhaust gases that have 
been allowed to flow into the large-capacity through holes 21a are discharged from the small-capacity through hole 
21 b after having always passed through the partition wall 23. 

[0065] In the filter of the present invention, each through hole 21 is constituted by two types of through holes, that 
is, the large-capacity through hole 21a and the small-capacity through hole 21 b. and the numbers of these throughholes 
are substantially the same. With this arrangement from which unnecessary divisions of through holes are eliminated, 
it becomes possible to prevent the pressure loss caused by friction upon passage of gases on the through-hole inlet 
side and/or friction upon passage of gases on the through-hole outlet side (© -1 : AP W . © -2: AP^) from increasing 
unnecessarily. For example, in comparisoh with a filter in which the numbers of the through holes are substantially set 
to 1 : 2 as shown in Fig. 19, the f ilter of the present invention in which the numbers of the through holes are substantially 
the same has a lower pressure loss caused by the friction upon passage of gases on the through-hole outlet side <@ - 
2: AP^). thereby making it possible to reduce the total pressure loss. 

[0066] Moreover, the filter of the present'invention has two kinds of the wall portion, that is: the wall portion shared 
by one large-capacity through hole 21a arid the adj acent large-capacity through hole 21 b; and the wall portion shared 
by one large-capacity through hole 21a and the adj acent small-capacity through hole 21b. 
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[0067] Figs. 14 (a) to 14 (c) are photographs that show collected states of particulates observed at different positions 
from the inlet of the Alter. As clearly shown by these photographs, in the filter of the present invention, particulates are 
evenly deposrted not only on the wall portion shared by the adjacent large-capacity through hole and small-capacity 
„™ f k ' 8 • thB Wa " pOrti0n Shared by * 9 mu,ual| y atJ i acent 'arge-capacity through holes. This is pre- 
, y »K «. US6 inadd,t,on of 8 direct flow from *• large-capacity through hole toward the small-capacity through 
hole via he filter wall, exhaust gases generate various flows such as vortical flows in the hole, and as particulates have 
beencollected. a flow of the exhaust gases, which, after having entered the wall portion shared by the mutually adjacent 

Lm a ^r£ K roU9 u h . 0l , e8, P ? SeS mr0USh wa " portion 8hared the ad i acant 'arge-capacity through hole and 
wnruriMsapactty through hole, and is directed to the smallopacity through hole, is formed. 

throni k , *, in the 0888 Wher * the 6apac,ty ratio of 1,16 'arge-capacity through hole and the small<apaciry 

trough hole is set to a constant value, in the filter having both kinds of the wall portion also, particulates are evenly 
deposited on all the wall of the large-capacity through hole, as the filter is continuously used. Therefore, in the case 
£• m!,h! 8 >, 8pe ^ Ur8 ?, ti0 iS S8t ,0 " 00,154301 value - ln comparison with a filter having no wall portion that is shared by 
the mutually adjacent large-capacity through holes, the filter of the present invention is allowed to have a larger surface 
area of the wall portion to be substantially used for filtering. Thus, in the case of the same amount of particulates to 
be deposited, it becomes possible to reduce the thickness of the particulates deposited on the partition wall portion 

in ,h?«,!'l aS ^ 1 K 88 8 !'f P88S fr ° m Sl8rt of the use ' 106 risin 9 rat8 of a " Increasingpressure loss becomes smaller 
"!rJZL D 7!L 8 P:, esent 'nvention. so that it becomes possible to reduce the pressure loss from the viewpoint of the 
total period of the filter use. 

[0069] Moreover in order to recover the filter, particulates need to be burned, and in addition to carbon and the like 
that are burned o be eliminated, the particulates contain metals and the like that are burned to form oxides, so that 
mese remain in the filter as ashes. Since the ashes normally remain at portions closer to the outlet of the filter, the 
through holes constituting the filter are gradually filled with ashes from portions closer to the outlet, with the result that 

XZn™ fi ' l8d With th8 ash8S beComes 9radual, y 9 reater - wni,e »* vo,um8 (area) of the portions 

functioning as the filter becomes gradually smaller. 

SIJ? F "'*? r : When tha emulated amount of ashes becomes too large, this filter no longer serves as a filter; 

! ^kan out from an exhaust pipe so that the filter is subjected to back wash to remove ashes from the 
niter, or trie niter is disposed. 

fllTnh h ln . C ° mP ,! riS0 1. "* h 8 fi ' ter 10 Whlch the ^P 80 * 88 of '"rough holes are all the same, since the capacity of the 
S£ 8 h 0 "^ 8 8X , haus, -9 88 inl8t sld8 i8 Oreater. the above-mentioned filter of the present Invention is less sus- 
ceput, e to reduction in the capacity of the portion functioning as a filter due to accumulation of ashes, making it possible 
n^cH! * e P r88Sur8 'o^ca^ed by ashes. Therefore, it is possible to lengthen the service life of the filter up to the 
necessity of back-wash or the like. 

fhlfi» 7!! fi ' ter 1 ° 8h ° Wn in Fi9 " 3 haS 8 c y ,indric81 sn3 Pa: however, not particularly limited to the cylindrical shape, 
shape and an optional 7**°" 6P " 0n8 ' 8h8P8 ' 88 8l " PtiCa ' C °' Umn 8hap8 ° f a 8quara cclumn 

i?I 731 i" th8 , filter °i th8 P resent invention, the honeycomb structure is desirably designed so as not to have a varied 
cross-sectional area from the Inlet side toward the outlet side. This structure makes it possible to improve the com- 
mn™" ^T 9 th l ' ike 8nd ' a,S0, t0 pfbvida aasier ma n^acturing processes through extrusion molding; 
HrnJai respect to the material of the porous ceramics memberof the present invention, although not particularly 

^SS'^H^t 2 1 T ay inC,Ud8: niWde C8 ' amlCS SUcn 88 8lu mlnum nitride, silicon nitride, boron nitride, titanium 
fT.n.lr. 1^ 8 J 1 """J* 5 " SUCh 33 Si,loon * rconiwin «**«" carbide, tantalum carbide. 

h» mt! * H " k8: 8nd ° X,de C8ramics sucn 88 alumina - zirconia ' oordierite, mullite and the like. Moreover, 
Tr!. » ^ . 8 ? W ^ ° r m0re kinds of mat8 rials. such as a composite material of silicon and silica carbide, 
lZ alurT ™ titanate In particular, silicon carbide, which has great heat resistance, superior mechanical properties 
and great thermal conductivity, is desirably used. 

L°r! > J ! ?.,u Alth0U9h " 0t P articu,an y ,imit ed, the porosity of the porous ceramics member is desirably set to about 20 to 
Sri " Z ! POr ° 8 ^ iS l8SS tha " 20% ' me fi,ter of 108 preS8m invention is m °re susceptible to clogging, while the 
bnasMybroken" 9 deQradation stren9lh of 108 P orous ceramics member, with the result that it might 

2 " era ' 108 above-mentioned porosity can be measured through known methods such as a mercury press-in 

A f. chimedes method and 8 measuring method using a scanning electronic microscope (SEM) 
Lw»rli» r^!,T ra9 . 8 T diameter of 108 P° rous ceramics member is desirably set in a range from 1 to 1 00 m . The 
average pore diameter of less than 1 pjn tends to cause clogging of particulates easily. In contrast, the average pore 

°i„™ ^rT^r? t8 . ndS l ° 08089 P articul8t88 10 P 888 trough the pores, with the result that the particulates 

cannot be collected, making the porous ceramics member unable to function as a filter. 

[0078] With respect to the particle size of ceramics to be used upon manufacturing the porous ceramics member 
although not particularly limited, those which are less susceptible to shrinkage in the succeeding sintering process are 
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desirably used, and for example, those particles, preparedby combining 100 parts by weight of powder having an 
average particle size of about 0.3 to 50 jim with 5 to 65 parts by weight of powder having an average particle size of 
about 0.1 to 1.0 tim, are desirably used. By mixing ceramic powders having the above-mentioned respective particle 
sizes at the above-mentioned blending rate, it is possible to properly manufacture a porous ceramics member. 
[0079] The above-mentioned sealing member is desirably made from porous ceramics. 

[0080] In the filter of the present invention, since the porous ceramics member using the above-mentioned sealing 
member is made from porous ceramics, it becomes possible to increase the bonding strength of the two members by 
using the sealing member made from the same porous ceramics as the porous ceramics member and, also, to make 
the coefficient of thermal expansion of the wall portion consistent with the coefficient of thermal expansion of the sealing 
material, by adjusting the porosity of the sealing member in the same manner as the porous ceramics member thus, 
it becomes possible to prevent a gap from generating between the sealing member and the wall portion due to a thermal 
stress exerteduponmanufacturingandusingand, also, toprevent cracks from occurring in the sealing member and the 
wall portion that is made in contact with the sealing member. 

[0081] In the case of the sealing member made from porous ceramics, although not particularly limited, for example, 
the same material as the ceramics material forming the above-mentioned porous ceramics member may be used. 
[0082] In the filter of the present invention, the sealing material layers 13 and 14 are formed between the porous 
ceramics members 20 as well as on the circumference of the ceramics block 15. Moreover, the sealing material layer 
14 formed between the porous ceramics members 20 is also allowed to function as an adhesive used for binding a 
plurality of porous ceramics members 20, and the sealing material layer 1 3, formed on the circumference of the ceramics 
block 15 is allowed to function as a sealing member used for preventing leakage of exhaust gases from the circum- 
ferential portion of the ceramics block 1 5, when the filter 1 0 of the present invention is placed on an exhaust passage 
of an internal combustion engine. . 
[0083] The material for forming the sealing material layer is not particularly limited, and examples thereof may include 
materials made of an inorganic binder, an organic binder, inorganic fibers and/or inorganic particles. 
[0084] Here, as described above, in the filter of the present invention, the sealing material layers are formed between 
the porous ceramics members as well as on the circumference of the ceramics block, and these sealing material layers 
may be made from the same material, or may be.made from different materials. Moreover, in the case where the sealing 
material layers are made from the same material, the blending ratio of the materials may be the same or different. 
[0085] Examples of the inorganic binder may include silica sol, alumina sol and the like. These may be used alone 
or two or more kinds of these may be used in combination. Among the inorganic binders, silica sol is more desirably 
used. 

[0086] Examples of the organic binder may include polyvinyl alcohol, methyl cellulose, ethyl cellulose, carboxymethyl 
cellulose and the like. These may be used alone or two or more kinds of these may be used in combination. Among 
the organic binders, carboxymethyl cellulose is more desirably used. 

[0087] Examples of the inorganic fibers may indude ceramics fibers such as silica-alumina, mullite, alumina and 
silica. These may be used alone or two or more kinds of these may be used in combination. Among the inorganic 
fibers, silica-alumina fibers are more desirably used. 

[0088] Examples of the inorganic particles may include carbides, nitrides and the like, and specific examples thereof 
may include inorganic powder made from silicon carbide, silicon nitride, boron nitride and the like or whiskers. These 
. may be used alone, or two or more kinds of these may be used in combination. Among the inorganic particles, silicon 
carbide having superior thermal conductivity is desirably used. 

[0089] Here, the sealing material layer 14 may be made from a dense material or may be made from a porous matenal 
so as to allow exhaust gases to enter the inside thereof. On the contrary, the sealing material layer 13 is desirably 
made from a dense material. This isbecause the sealing material layer 13 is formed so as to prevent exhaust gases 
from leaking from the circumference of the ceramics block 15 when the filter 10 of the present invention is placed in 
an exhaust passage of an internal combustion engine. 

[0090] Fig. 5 (a) is a perspective view that schematically shows a specific example of an integrated-type filter as one 
example of the filter of the present invention, and Fig. 5(b) is a cross-sectional view taken along line B-B of Fig. 5(a). 
[0091] As shown in Fig. 5(a), the filter 30* is constituted by column-shaped porous ceramics blocks 35 each of which 
has a number of through holes 31 placed in parallel with one another in the length direction with wall portion 33 being 
interposed therebetween. . 
[0092] The through hole 31 Is constituted by through holes of two types, that is, a large-capacity through hole 31a 
having a relatively large area in the cross section perpendicular to the length direction and a small-capacity through 
hole 31 b having a relatively small area in the cross section. The large-capacity through hole 31a is sealed by a sealing 
member 32 at the end on the exhaust-gas outlet side of the filter 30, while the small-capacity through hole 31 b is sealed 
by a sealing member 32 at the end on the exhaust-gas inlet side of the filter 30; thus, a partition wall 33 separating 
these through holes 31 from each other is allowed to serve as a filter. 

[0093] Although not shown in Fig. 5, a sealing material layer may be formed on the circumference of the porous 
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ceramics block 35 In the same manner as the filter 10 shown in Fig. 3. 

[0094] The filter 30 has the same structure as the aggregate-type filter 10, except that the porous ceramics block 35 
has an integral structure manufactured through a sintering process; thus, exhaust gases, entered the large-capacity 
mrough hole 31 a are allowed to flow out of the small-capacity through hole 31 b after having passed through the wall 
portion 33 separating the through holes 31 from each other. Therefore, the integrated-type filter 30 also provides the 
same effects as the aggregate-type filter. 

[0095] Moreover in the same manner as the aggregate-type filter 1 0, the integrated-type filter 30 may also have any 
optional shape and size, and the porosity thereof is desirably set in a range from 20 to 80% in the same manner as 
the aggregate-type filter, with its pore diameter being desirably set to about 1 to 100 pm 

S in^,^! ^ TOU8 ^ amiC ! co " 8titutin 8 <" a P^us ceramics block 35 is not particularly limited, and examples there- 
aiSuHtJ^ 03 n° 3n l°^ de CeramlCS !" the Same mannaraa * a aggregate-type filter. Oxide ceramics such 
as cordiente are normally used. These materials make it possible to carry out the manufacturing processes at low costs 
and since these have a comparatively low thermal expansion coefficient, the filter is less susceptible to damages due 
to a thermal stress dunng the manufacturing processes and use. " 
[0097] Desirably, the sealing member 32 In the integrated-type filter 30 of this type Is also made from porous ceramics 
The matenal of the sealing member 32 Is not particularly limited, and examples thereof may include the same material 
as the ceramics material constituting the porous ceramics 35. 

[0098] In the filter of the present invention having the structures shown in Figs. 3. 5(a) and 5(b), the shape of cross- 

f a e ^° nS M 8 T e 10 ,he , len 9 th directi0 " of to* large-capacity through holes and/or small-capacity through holes 

is desirably designed as a polygonal shape. " 

IS? 1 Preaumab > i . the structure having a polygonal shape makes it possible to provide either of the following two 
effects: an effect of eliminating a portion that Is subjected to great friction due to the shape of the through hole upon 
passage of exhaust gases through the large-capacity through hole and/or small-capacity through hole to reduce friction 
lZT n " P °n £ a5Sa9e thro " 9h,he throush h0,e ® - 1 •• Ap b-1 ■ ® AP^); or an effect of eliminating a portion of the 
S!^1k W »k ?. "T* 9 " 1 *"" 63 in toickness, that is. a portion that makes exhaust gases locally difficult to pass 
3' * ,th a resu,t of ^ uc,n 9 apressure loss due to resistance exerted upon passage through the partition wall' AP 
lift i Panicular. the shape is more desirably prepared as a polygonal shape with four or more apexes, and at 
least one apex desirably has an obtuse angle. With this arrangement, it becomes possible to reduce a pressure loss 
caused by friction exerted upon passage through the inlet side of the through hole and friction to be exerted upon 
passage through the outlet side of the through hole © -1 : AP„.i * <2> -2: AP^) 

Will] SJf^ sp00ifical, y' a combined shape of an octagonal shape and a square shape is more desirably used. 
E?L 3^*** thTOU9h h0 ' e and/0r •™"'-«P-«y *'°ugh hole are desirably provided with cross-sec 
S I *J?™t S 1 ap0 ,he ' Viclnl,y of each of toe comers. Since, if such a curved shape is provided 

tZ SmI P °^ e ,0 f urt,1er re duce pressure losses caused by friction exerted upon passage through the 

Net side of the hrough ho e and friction exerted upon passage through the outlet side of the through hole <® -1 ■ V 

JZ Mor9over ' H a,so becomes possible to prevent the generation of cracks caused by concentrated stress 

at comer portions. 

E2L H mk ' '"J* 9 Pre8 ? m s P ecification - " tha di8tan ce between centers of gravity of the above-mentioned cross- 
sections of the adjacentty loceted above-menUoned large-capacity through holes" refers to a minimum distance be- 
tween the center of gravity of a cross-section perpendicular to the length direction of a large-capacity through hole and 
^Th-V 3 croas - secti P n Perpendicular to the length direction of the adjacent large-capacity through hole. 
In contrast, the distance between centers of gravity of the above-mentioned cross-sections of the adjacently located 
SZ™ . ! trough holes- refers to a minimum distance between the center of gravity of a cross- 

r Sro^ hSl ^ direCti °" ° f 3 Sma,l<apaci, y " hrou » h ho,a and toe center of gravity of L adjacent 

iclw! 1 . !?. m8 WherS the above - man «°"ed two center^jravity distances are made equal to each other, heat 
nntS, SPer8B UP T racov , e, y' 80 local deviations in temperature in the filter are eliminated; thus, it becomes 
possible to provide a fil er that is less susceptible to cracks due to thermal stress even after repetitive uses for 7lor^ 
penod, and is superior in durability. 8 

F ' 98 ;- 6(a) /° 6 i. d) /.!l d R9S> 1 2(3) ,0 1 2(0 are c ross-sectJohal views that schematically show one portion of 
me cross section of each of the porous ceramics members constituting an aggregate-type filter in accordance with the 
present invention, and Fig. 6 (e) is a cross-sectional view that schematically shows a part of the cross section of a 
conventional filter. Here, the shape of the cross section of each of the large-capacity through hole and small-capacity 
^ 9 l«tn' a n , a K,ll e9ra ! d *, tyP ° fi ' ter haS ** 83,718 ^P" 18 " 0 ": therefore, the following description will discuss the 
^o^ 

nl°tL ^rL 6 ! 8 !.!!! 6 .?^*"" 18 ?? 0 ^' 3 aP8rtUr8 rati ° iS 881 10 almost 1 - 55 ' in R »- •<•»• 11 ls set to almost 2.54. In 
Fig. 6(c). It Is set to almost 4.45, and in Fig. 6(d), it Is set to almost 6.00. Moreover, in Figs. 12(a), 12(c) and 12(e). the 
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aperture ratios are all set to almost 4.45, and in Figs. 12(b), 12(d) and 12(f), the aperture ratios are all set to almost 
6.00. In all Figs. 6(a) to 6(d), the shape of the cross section of the large-capacity through hole is an octagonal shape, 
and the shape of the cross section of the small-capacity through hole is a square shape. These through holes are 
alternately arranged, so that the aperture ratio is desirably varied optionally by changing the cross-sectional area of 
the small-capacity through hole with the cross-sectional shape of the large-capacity through hole being slightly varied. 
With respect to the filter shown in Fig. 12, the aperture ratio can be varied optionally in the same manner. 
[0107] As described above, the combination of an octagonal shape and square shape provides a superior symmet- 
rical property. Since this shape has the superior symmetrical property, exhaust gases are allowed to flow into the large- 
capacity through hole uniformly. Further, it becomes possible to improve the isostatic strength, compression strength 
and the like. 

[0108] For example, the following description discusses the compression strength of the A axis. The compression 
strength of the A axis is calculated as follows. That is: In a honeycomb shape, a three-dimensional structure containing 
at least two planes perpendicular to the through hole (more preferably, a rectangular parallelepiped with the rest four 
planes being cut in parallel with each other or a cubic shape) is cut out, and this is placed with the through hole being 
set perpendicular to the base, and load pressures are applied from above in a sandwiched manner, so that the strength 
is calculated based upon the load at the time of breakage. 

[0109] In the case where all the shapes of the cross-sectional areas are the square shape as shown in the conven- 
tional technique, all the loads are applied onto the A axis with the same pressure. 

[01 1 0] Here, in the case where the shapes include the octagonal shape and the quadrangle shape, the compressing 
force is dispersed into a force for expanding the octagonal shape, a force for squashing the quadrangle shape and 
other forces, and with respect to the wall shared by adjacently located large-capacity through holes, these forces are 
cancel led with one another; thus, the compressing force is presumably increased. 

[0111] In the same manner, with respect to the isostatic strength also, in comparison with the case where all the 
cross-sectional areas have the square shape, since beams are also formed in diagonal directions, it becomes possible 
to easily improve the strength in the same manner. Here, the isostatic strength is also referred to as the isotropic 
pressure fracture strength, and an isotropic pressure, such as hydrostatic pressure, is applied to the filter, and means 
the strength which is calculated based upon the pressure at the time of breakage. 

[0112] The isostatic strength is preferably set to 7 MPa or more, more preferably 9 MPa or more. Also, the com- 
pressing strength of the A axis is preferably set to 18 MPa or more, more preferably 25 MPa or more. 
[01 1 3] Moreover, researches by the present inventors have revealed that the above-mentioned effects are efficiently 
exerted in certain ranges of numeric values. 

[0114] Presumably, the stability on strength and various factors, such as gas flow and thermal transmission, are 
incorporated with one another to form a honeycomb filter having superior durability with respect to recovery processes 
of particulates. 

[0115] Also, with respect to the honeycomb structure in the filter of the present invention, the cross-sectional area 
thereof is desirably unchanged from the inlet side toward the outlet side. The reason for this is because, for example, 
under the compressing strength as described above, changing the cross-sectional area of the through hole causes a 
reduction in the compressing strength, and subsequent difficulty in manufacturing processes through extrusion molding. 
[0116] In the case of filters 160 and 260 shown in Figs. 12(a) and 12(b), each of the cross sections of the large- 
capacity through holes 161a and 261a has a pentagonal shape with three angles thereof being set to almost right 
angles, and each of the cross sections of the small-capacity through holes 1 61 b and 261 b has a quadrangle shape 
that occupies each of portions that diagonally face each other in a larger quadrangle shape. Moreover, filters 1 70 and 
270 shown in Figs. 1 2(c) and 1 2(d) have reformed cross-sectional shapes of those shown in Figs. 6(a) to 6(d) in which 
a part of the partition wall, shared by the large-capacity through holes 171a and 271a as well as by the small-capacity 
through holes 171b and 271b, is expanded toward the small-capacity through hole side with a certain curvature. This 
curvature may be optionally set. 

[01 17] In this case, for example, curved line that constitutes apart of the partition wall, sharedbythe large-capacity 
through holes 171a and 271a as well as by the small-capacity through holes 171b and 271b. corresponds to a 1/4 of 
the circles. Here, the shape which sets the aperture ratio to a minimum value is given by a shape as shown in Fig. 12 
(c), and the aperture ratio at this time is almost 3.66. 

[0118] In filters 180 and 280 shown in Figs. 12(e) and 12(f), each of large-capacity through holes 181a, 281a and 
each of small-capacity through holes 281b, 281b are formed by quadrangle shapes (rectangular shapes), and when 
two large-capacity through holes and two small-capacity through holes are combined together as shown in the figures, 
an almost square shape is formed. 

[0119] In the case where the shapes of the through holes and the alignment thereof are the same, with variations of 
the above-mentioned aperture ratio, the total (a) of lengths of wall portion which is shared by one large-capacity through 
hole and the adjacent large-capacity through hole in the cross section perpendicular to the length direction and the 
total (b) of lengths of wall portion which is shared by one large-capacity through hole and the adjacent small-capacity 
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through hole in the cross section perpendicular to the length direction are mutually varied while keeping an almost 
constant relationship. 

[01 20] Therefore, for example, in the niters having shapes shown in Figs. 6(a) to 6(d), the relationship is substantially 
represented by the following formula (2): 

P=(a + 2 1/2 ) 2 -1 (2) 

[0121] In the same manner, the relationship between a and p in Fig. 1 0 is substantially represented by the following 
equation (3) univocally, that in each of the cases of Figs. 11(a) to 11(d) is represented by the following equation (4) 
that in each of the cases of Figs. 12(a) and 1 2(b) is representedby the following equation (5). that in each of the cases 
of Figs. 12(c) and 12(d) is represented by the following equation (6) and that in each of the cases of Figs. 12(e) and 
12(f) is represented by the following equation (7): 

P«(a + 1) 2 -1 (3) 
a = 0 (4) 
P=2{(2-2 1/2 )a + 1} 2 -1 (5) 
p * {rc 2 /4(4 - 7c)}(a + 4/k) 2 - 1 (6) 

: r P=H3a + 2y(a-2) ( 7) 

[0122] In these cases, however, a (ratio the of partition wall lengths) is sometimes slightly varied by the thickness 
of the partition wall. For this reason, those wall portion that belong neither to the wall portion shared by one large- 
capacity through hole and the adjacent large-capacity through hole nor to the wall portion shared by one large-capacity 
through hole and the adjacent small-capacity through hole are sometimes dealt as the wall portion mutually shared by 
large-capacity through holes, by taking the resulting influences into consideration. Moreover, in the above-mentioned 
?£ U ^° nS (2) ' (3)l (5)> (6) and (7) ' lne q ua,it ** s . 0 < a s 1.5 and 1< p s 6, hold In the same manner as equation (1). 
[0123] The lower limit value of p (aperture ratio) is preferably set to 1 .55. more desirably 2.0. The upper limit value 
of p (aperture ratio) is preferably set to 2.75, more desirably 2.54, most desirably 2.42. 

[01 24] By setting the aperture ratio to such values, it is possible to reduce the pressure loss exerted upon collecting 
particulates, and consequently to increase the recovery limit value. 

[0125] Here, the recovery limit value refers to a collected amount (g/I) of particulates that might cause cracks and 
the like in the filter and subsequent damages to the filter, upon carrying out the recovery process, if particulates are 
collected beyond this value. Therefore, when the recovery limit value is increased, it becomes possible to increase the 
amount of particulates that can be collected until the recovery process is required, and consequently to lengthen the 
penod up to the recovery process. 

[01 26] The following description will discuss one example of a manufacturing method for the filter In accordance with 
the present invention. 

[0127] In the case where the filter of the present invention has a structure of an integrated-type filter that is entirely 
formed by a single sintered body, as shown in Fig. 5, first, an extrusion-molding process is carried out by using the 
matenal paste mainly composed of ceramics to manufacture a ceramics molded body having almost the same shape 
as the filter 30 shown in Fig. 5. 

[0128] With respect to the above-mentioned material paste, although not particularly limited, those pastes which 
allow the porous ceramics block to have a porosity of 20 to 80% after the manufacturingprocesses, and, for example 
those pastes prepared by adding a binder and a dispersant solution to powder made from the above-mentioned ce^ 
ramies may be used. 

[0129] The above-mentioned binder is not particularly limited, and examples thereof may include methyl cellulose 
carboxymethyl cellulose, hydroxyethyl cellulose, polyethylene glycol, phenolic resins, epoxy resins and the like. 
[01 30] Normally, the blended amount of the above-mentioned binder is desirably set to 1 to 1 0 parts by weight with 
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respect to 1 00 parts by weight of ceramics powder. 

[0131] The above-mentioned dispersant solution is not particularly limited, and examples thereof may include anor- 
ganic solvent such as benzene and the like, alcohol such as methanol and the like, water and the like. 
[0132] An appropriate amount of the above-mentioned dispersant solution is blended so that the viscosity of the 
5 material paste is set in a predetermined range. 

[0133] These ceramics powder, binder and dispersant solution are mixed by an attritor or the like, and sufficiently 
kneaded by a kneader or the like, and then extrusion-molded, so that the above-mentioned ceramics molded body is 
formed. 

[0134] Moreover, a molding auxiliary may be added to the above-mentioned material paste, if necessary. 
10 [0135] The molding auxiliary is not particularly limited, and examples thereof may include ethylene glycol, dextrin, 
fatty acid soap, polyalcohoi and the like. 

[0136] Further, a pore-forming agent, such as balloons that are fine hollow spheres composed of oxide-based ce- 
ramics, spherical acrylic particles and graphite, may be added to the above-mentioned material paste, if necessary. 
[0137] The above-mentioned balloons are not particularly limited, and examples thereof may include alumina bai- 
ts loons, glass micro-balloons, shirasuballoons, flyashballoons (FAballoons), mullite balloons and the like. In particular, 
fly ash balloons are desirably used. 

[0138] Further, after the above-mentioned ceramic compact has been dried by using a drier such as a microwave 
drier, a hot-air drier, a dielectric drier, a reduced-pressure drier, a vacuum drier and a frozen drier, predetermined 
through holes are filled with sealing material paste to form sealing members, so that a mouth-sealing process for 

3? plugging the through holes is carried out. 

[0139] With respect to the above-mentioned sealingmateria! paste, although not particularly limited, those pastes 
which allow the sealing members to be formed through post processing to have a porosity of 20 to 80%, and, for 
example, those pastes, prepared by adding a lubricant, a solvent, a binder and a dispersant solution to ceramics powder 
used as the above-mentioned material paste, are desirably used. With this arrangement, it becomes possible to prevent 

25 ceramics particles in the sealing material paste from settling during the sealing process. 

[0140] Next, the ceramics dried body which has been filled with the sealing material paste is subjected to degreasing 
and firing processes under predetermined conditions so that a filter, made from porous ceramics and constituted by a 
sintered body in its entire structure, can be manufactured. 

[0141] Here, with respect to the degreasing and sintering conditions and the like of the ceramics dried body, it is 
30 possible to apply conditions that have been conventionally used for manufacturing filters made from porous ceramics. 
[0142] Moreover, in the case where, as shown in Fig. 3, the filter of the present invention is prepared as an aggregate- 
type filter constituted by a plurality of porous ceramics members combined with one another through sealing material 
layers, first, the above-mentioned material paste mainly composed of ceramics is extrusion-molded to form a raw 
molded body having a shape corresponding to a porous ceramics member 20 shown in Fig. 4. 
35 [0143] Here, with respect to the material paste, the same material paste as explained in the above-mentioned ag- 
gregate-type filter may be used. 

[0144] Further, after the above-mentioned raw molded body has been dried by using a microwave drier or the like 
to form a dried product, predetermined through holes of the dried product are filled with sealing material paste to form 
sealing members, so that a mouth-sealing process for plugging the through holes is carried out. 
40 [0145] With respect to the above-mentioned sealing material paste, the same sealing material paste as explained 
in the above-mentioned integrated-type filter may be used, and the above-mentionedmouth-sealingprocess maybe 
earned out by using the same method as explained in the above-mentioned integrated-type filter maybe used except 
the case that the target to be filled with the sealing material paste is different. 

[0146] Next, the dried product which has been subjected to the above-mentioned mouth-sealing process is subjected 
<5 to degreasing and sintering processes under predetermined conditions so that a porous ceramics member in which a 
plurality of through holes are placed in parallel with one another in the length direction with a partition wall being 
interposed therebetween is manufactured. 

[0147] Here, with respect to the degreasing and sintering conditions and the like of the raw molded body, it is possible 
to apply conditions and the like that have been conventionally used for manufacturing the filter made from a plurality 

so of porous ceramics members that are combined through sealing material layers. 

[0146] Next, as shown in Fig. 7, after porous ceramics members 20 have been placed in a tilted manner on a base 
80 the upper portion of which is designed to'have a V-letter shape in its cross-section so as to allow the porous ceramics 
members 20 to be stacked thereon in a tilted manner, sealing material paste to form the sealing material layer 14 is 
applied onto two side faces 20a and 20b facing upward with an even thickness to form a sealing material paste layer 

55 81; thereafter, a laminating process for forming another porous ceramics member 20 on this sealing material paste 
layer 81 is successively repeated, so that a laminated body of the porous ceramic members 20 having a predetermined 
size and a square-column shape is manufactured. 

[0149] With respect to the material for forming the above-mentioned sealing material paste, since the explanation 
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thereof has already been given in the filter of the present invention, the description thereof will not be given. 
[0150] Next, this laminated body of the porous ceramics member 20 is heated, so that the sealing material paste 
layer 81 is dried and solidified to form a sealing material layer 14. The circumferential face of this is then cut into a 
fni a «i aS c h ° Wn iR Fifl * 3 by USln9, fof exam P ,B ' a diamond cutter or the like; thus, a ceramics block 1 5 is manufactured. 
[0151] Further, a sealing material layer 13 is formed on the circumference of the ceramics block 15 by using the 
above-mentioned sealing material paste, so that a filter, formed by combining a plurality of porous ceramics members 
with one another through sealing material layers, can be manufactured. 

0i th8 fi,terS manufactur *<* in method has a column shape and its structure is shown in Figs. 3 and 5. 
10153] With respect to the application of the f liter of the present Invention, although not particularly limited, it is 
desirably used for exhaust gas purifying apparatuses for use in vehicles. 

[01 54] Fig 8 is a cross-sectional view that schematically shows one example of an exhaust gas purifying apparatus 
for use in vehicles, which is provided with the filter of the present invention. 

[0155J As shown in Fig. 8, an exhaust gas purifying apparatus 600 is mainly constituted by a filter 60 of the present 

12 Ve «u ° n ;^ 0381,19 830 that COVor8 the external portion of the fi,ter 60 - a no,din 9 saa,in 9 member 620 placed between 
the filter 60 and the casing 630, and heating means 610 placed on the exhaust gas inlet side of the filter 60, and an 
introducing pipe 640, which is connected to an internal combustion device such as an engine, is connected to one end 
of the casing 630 on the exhaust-^as inlet side, and a discharging pipe 650 externally coupled is connected to the 
other end of the casing 630. In Fig. 8, arrows show flows of exhaust gases. 

fn« 1 2 ^ 1o r eover ' jn R 9* toe filter 60 may be the filter 1 0 shown in Fig. 3 or the filter 30 shown in Figs. 5 (a) and 5(b) 
k m!P th t 6Xhausl 9as purifyin 9 apparatus 600 having the above-mentioned arrangement, exhaust gases, dis- 
charged frorn the internal combustion device such as an engine, are directed into the casing 630 through the Introducing . 
pipe 640 and allowed to flow from the through holes of the filter 60 to pass through the wall portion (the partition wall) 
to be punfied, with particulates thereof being collected in the wall portion (the partition wall), and are then discharged 
outside through the exhaust pipe 650. 

[01 58] After a great amount of particulates have been accumulated on the wall portion (the partition wall) of the filter 
60 to cause an increase in pressure losses, the filter 60 is subjected to a recovery process 

k!!! 59] , !? «,? re f° very P roc * s s. a 9as. heated by using the heating means 610, is allowed to flow into the through 
holes of the filter 60, so that the filter 60 is heated to bum and eliminate the particulates deposited on the wall portion 
(the partition wall). 

10160] Moreover, the particulates may be burned and eliminated by using a post-injection system 

En! J h^TT' T P °u 8S ° f ** fi,t9r 0f me present invention me * a ^'y 81 <*f>* a * ° f P^ng CO. HC, 
NOx and the like in the exhaust gases. 

[0162] When such a catalyst is carried thereon, the filter of the present invention is allowed to function as a filter 
cabbie of coUecting particulates in exhaust gases and, also, to function as a catalyst converter for purifying CO, HC, 
NOx and the like contained in exhaust gases.' 

I?n 1 . 6 iL l ^ ab °^!* menti0n ^ Cat8lySt maybe lCarried on surface of each °' P^cles constituting the honeycomb 
sectoral body of tfw present invention with the pores remaining thereon, or may be carried on the wall portion with a 
certain thickness Moreover, the above-mentioned catalyst may be evenly carried on the surfaces of the wall portion 
of me through holes, or may be carried on a specific place in a biased manner. In particular, when the catalyst is carried 
on the surfaces of the wall portion of the inlet-side through holes or on the surface of each of particles in the vicinity 
of the surfaces, or on both of these portions, the catalyst is easily made in contact with the particulates, so that the 
particulates can be efficiently burned. ™ 
[0164] Examples of the catalyst may include noble metals such as platinum, palladium, rhodium and the like. The 
SShH. k 1 "° ble metalS ' is 3 sc>oalled three-way catalyst, and the filter of the present invention on 

which such a three-way catalyst is carried is allowed to function in the same manner as conventionally known catalyst 

^TIT^ ^T!. 9, Wth r9SpeCt tQ 0386 «* of the present invention also functions as a catalyst 

converter, detailed description thereof will not be given. 

ffS Here ' J*" i 8SP !. Cl l ° Cata,ySt l ° be CarTied 0n the filter of P resent 'mention, not particularly limited to 
the above-mentioned noble metals, any catalyst may be used as long as It can purify CO, HC and NOx in exhaust gases. 

BEST MODE FOR CARRYING OUT THE INVENTION 

f!IffL The !° BOWi " fl desai f tion wi » discuss the present invention in detail by means of examples; however, the 
present invention is not intended to be limited by these examples. 
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(Example 1) 
[0167] 

(1 ) Powder of a-type silicon carbide having an average particle size of 11 pm (60% by weight) and powder of £ 
type silicon carbide having an average particle sire of 0.5 pm (40% by weight) were wet-mixed and to 100 parte 
by weight of the resulting mixture were added and kneaded 5 parts by weight of an organ.c binder (methyl cellulose) 
and 10 parts by weight of water to obtain amixedcomposrtion. Next, after a slight amount of a plasfcazer and a 
lubricant have been added and kneaded therein, the resulting mixture was extrusion-molded, so that a raw molded 
body, which had an octagonal cross-sectional shape in the large-capacity through hole and an quadrangle cross- 
sectfonal shape (substantially square shape) in the small-capacity through hole, with p (aperture rabo) after the 
sintering process being set to 1 .50. was manufactured as shown in Figs. 6(a) to 6(d). 

Next, the above-mentioned raw molded body was dried by using a micro-wave dner or the like to form a 
ceramics dried body, and predetermined through holes were then filled with a sealing material paste having the 
same composition as the raw molded body. After having been again dried by using a drier, this was degreased at 
400<>C and sintered at 2200°C in a normal-pressure argon atmosphere for 3 hours to manufacture a porous ce- 
ramics' member 20. which was a silicon carbide sintered body, and had a porosity of 42% an average pore .diameter 
of 9 urn, a size of 34.3 mm x 34.3 mm x 150 mm and the numberof through holes of 28W (10 mm x 10 mm) 
Jaie-capacity through holes: 14 pcs/cm*. small^apacity through holes: 14 pcs/cm*). with substanbally all the 
wall portion 23 being set to have a thickness of 0.4 mm. 

Here in the resulting porous ceramics member 20. on one of the end faces thereof, only the largencapaaty 
through holes 21a were sealed with a sealing agent, and on the other end face, only the small-capaaty through 
holes 21 b were sealed with a sealing agent. „ „ 

Moreover, with respect to the porous ceramics member 20. a (ratio of partition wall lengths) was set to 0.2a 

(2) By using a heat resistant sealing material paste containing 30% by weight of alumina fibers having a .fiber length 
of 0 2 mm 21 % by weight of silicon carbide particles having an average particle size of 0.6 jim. 1 5% by we ght of 
silica sol. 5.6% by weight of carboxymethyl cellulose and 28.4% by weight of water, the processes as explained 
by reference to Fig. 7 were carried out so that a number of the porous silicon carbide members were combrned 
with one another, and this was then cut by using a diamond cutter to form a cylindrical shaped ceramics block. 

[01 68] In this case, the thickness of the sealing material layers for combining the porous ceramics members was 

JouST I^SSmlcs fibers made from alumina silicate (shot content 3%. fiber length: 0.1 to 100 mm) (23.3% by 
weight) serving as inorganic fibers, silicon carbide powder having an average particle size of 0 3 pm (30.2% by weight) 
servino as inorganic particles, silica sol (Si0 2 content in thesol: 30% by weight) (7% by weight) serv.ng as an inorganic 
b^er 9 «SmeS,yl cellulose (0.5% by weight) serving an organic binder, and water (39% by weight) were m.xed 

and kneaded to prepare a sealing material paste. 

[0170] Next a sealing material paste layer having a thickness of 0.2 mmwas formed on the c.rcumferenbal portionof 
the ceramics block by using the above-mentioned sealing material paste. Further, this sealing matenal paste layer was 
dried at 120°C, so that a cylinder-shaped filter having a diameter of 144 mm was manufactured. 

(Examples 2 to 24 and Comparative Examples 1 and 2) 

[0171] 

(1) The same processes as (1) of Example 1 were carried out except that the porous M "^ o ^. m s ^ a ^ u a " 
octagonal cross-sectional shape in the large-capacity through hole and a quadrangle cross-sectional shape (sub- 
stantially square shape) in the small-capacity through hole as shown in Figs 6(a) to 6(d) with Kapert^ irajo) 
and o (ratio of partition wall lengths) being respectively set to values shown in Table 1; thus, a porous ceramics 
member was manufactured. . , 

(2) A filter was manufactured by using the same processes as (2) of Example 1. except that each of the porous 
ceramics members manufactured in the above-mentioned (1) was used. 

(Examples 25 to 31 and Comparative Examples 3 and 4) 

[0172] 

(1) The same processes as (1) of Example 1 were carried out except that the porous ceramics member had a 
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pentagonal cross-sectional shape in the large-capacity through hole and an quadrangle cross-sectional shape 
(substantially square shape) in the small-capacity through hole as shown in Figs. 1 2 (a) and 12(b), with 0 (aperture 
ratio) and a (ratio of partition wall lengths) being respectively set to values shown in Table 1 ; thus, a porous ceramics, 
member was manufactured. 

(2) A filter was manufactured by using the same processes as (2) of Example 1, except that each of the porous 
ceramics members manufactured in the above-mentioned (1) was used. 

(Examples 32 to 35 and Comparative Examples 5 and 6) 

[0173] 

(1 ) The same processes as (1 ) of Example 1 were carried out except that the porous ceramics member had an 
octagonal cross-sectional shape in the large-capacity through hole with four comers thereof being expanded with 
a certain curvature and a quadrangle cross-sectional shape (substantially square shape) in the small-capacity 
through hole with four comers thereof being shrunk with a certain curvature* as shown in Figs. 12(c) and. 12(d), 
with 0 (aperture ratio) and a (ratio of partition wall lengths) being respectively set to values shown in Table 1 ; thus, 
a porous ceramics member was manufactured. 

(2) A filter was manufactured by using the same processes as (2) of Example 1 , except that each of the porous 
ceramics members manufactured in the above-mentioned (1) was used. 

(Examples 36 to 44 and Comparative Examples 7 and 8) 

[0174] 

(1) The same processes as (1) of Example 1 were carried but except that the porous ceramics member had a 
rectangular cross-sectional shape in the large-capacity through hole and a rectangular cross-sectional shape 
(square shape depending on cases) in the small-capacity through hole, as shown in Figs. 12(e) and 12(0, with £ 
(aperture ratio) and a (ratio of partition wall lengths) being respectively set to values shown in Table 1; thus, a 
porous ceramics member was manufactured. 

(2) A filter was manufactured by using the same processes as (2) of Example 1 t except that each of the porous 
ceramics members manufactured in the above-mentioned (1 ) was used. 

(Comparative Examples 9 to 19) 

[0175] 

(1) The same processes as (1) of Example 1 were carried out except that the porous ceramics member had sub- 
stantially the same cross-sectional shapes (polygonal shape with twelve apexes arid quadrangle shape) as the 
cross-sectional shape shown in Figs. 1 0, with 0 (aperture ratio) and a (ratio of partition wall lengths) being respec- 
tively set to values shown in Table 1 ; thus, a porous ceramics member was manufactured. 

(2) A filter was manufactured by using the same processes as (2) of Example 1, except that each of the porous 
ceramics members manufactured in the above-mentioned (1 ) was used. 

(Comparative Examples 20 to 27) 

[0176] 

(1 ) The same processes as (1 ) of Example 1 were carried out except that the porous ceramics member had sub- 
stantially the same cross-sectional shapes as those shown in Fig. 11(a) (Comparative Example 20), shown in Fig. 
11(b) (Comparative Examples 21 and 22), shown in Fig. 11 (c) (Comparative Examples 23 to 25) and shown in 
Fig. 11(d) (Comparative Examples 26 and 27), with p (aperture ratio) and a (ratio of partition wall lengths) being 
respectively set to values (a = 0) shown in Table 1 ; thus, a porous ceramics member was manufactured. 

(2) A filter was manufactured by using the same processes as (2) of Example 1 , except that each of the porous 
ceramics members manufactured in the above-mentioned (1) was used. 
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(Comparative Examples 28 and 29) 
[0177] 

(1 ) The same processes as (1 ) of Example 1 were carried out except that the porous ceramics member had sub- 
stantially the same cross-sectional shapes as those shown in Fig. 6 (e) (all of which are square shapes with sealed 
through holes in a diced pattern), with p (aperture ratio) * 1 and a (ratio of partition wall lengths) being set to a 
value (a * 0) shown in Table 1 ; thus, a porous ceramics member was manufactured. 

(2) A filter was manufactured by using the same processes as (2) of Example 1. except that each of the porous 
ceramics members manufactured in the above-mentioned (1) was used. 

(Comparative Examples 30 to 33) 

[0178] 

(1) The same processes as (1) of Example 1 were carried out except that the porous ceramics members had 
substantially the same cross-sectional shapes as those shown in Fig. 19 (Comparative Example 30). shown in 
Fig. 20 (Comparative Example 31). shown in Fig. 21 (Comparative Examples 32) and shown in Fig. 22 (Compar- 
ative Example 33); thus, a porous ceramics member was manufactured. Here, in the cross-sectional shape of a 
filter 200 (Fig. 1 9) shown in Comparative Example 30, the numbers of the large-capacity through holes (hexagonal 
shape) and the small-capacity through holes (triangle shape) were substantially set to 1 : 2. Moreover, the cross 
section of a filter 220 (Fig. 21 ) shown in Comparative Example 32 has a lattice pattern in which through holes 221a 
having a large square shape, through holes 221b having a small square shape and through holes 222 having a 
rectangular shape are combined together, and the cross section of a filter 230 (Fig. 22) shown in Comparative 
Example 33 has a structure in that square through holes 231 and through holes 232 having a square shape slightly 
smaller than this square shape are alternately combined with one another. 

(2) A filter was manufactured by using the same processes as (2) of Example 1 , except that each of the porous 
ceramics members manufactured in the above-mentioned (1) was used. 

(Comparative Example 34) 

[0179] 

(1) The same processes as (1) of Example 1 were carried out to manufacture a porous ceramics member except 
that the shape of the cross section in parallel with the length direction of the though holes was formed into a tapered 
shape. 

(2) A filter was manufactured by using the same processes as (2) of Example 1, except that each of the porous 
ceramics members manufactured in the above-mentioned (1 ) was used. 

[0180] The area of the cross section perpendicular to the length direction of the through holes of the resulting filter 
is made gradually larger or made gradually smaller, and when explained with reference to Fig. 6(a), the large-capacity 
through hole 21a on the exhaust-gas inlet side is narrowed to the small-capacity through hole 21b on the exhaust-gas 
outlet side, while the small-capacity through hole 21b on the exhaust-gas inlet side is expanded to the large-capacity 
through hole 21a on the exhaust-gas outlet side. 

(Evaluation Method) 

(1) Variation in pressure loss 

[0181] As shown in Fig. 8, each of the filters according to the respective examples and comparative examples was 
installed in an exhaust passage of an engine to form an exhaust gas purifying apparatus, and the engine was driven 
at the number of revolutions of 3000 min* 1 and a torque of 50 Nm; thus, measurements were carried out to find the 
initial (prior to the driving) pressure loss and the pressure loss after collection of a predetermined amount of particulates. 
Tables 1 to 3 show cross-sectional shapes, P (aperture ratio), a (ratio of partition wall lengths), a value of (20/9)a 2 + 
1, the initial pressure loss at the corresponding time, and data of pressure loss at the time of each of particulate 
collections of 0.5, 4.0. 6.0 and 8.0 (g/L). 
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(2) Measurement of recovery limit value 

[0182] As shown in Fig. 8, each of filters according to the examples and comparative examples was installed in an 
exhaust passage of an engine to form an exhaust gas purifying apparatus, and the engine was driven at the number 
of revolutions of 3000 min- 1 and a torque of 50 Nm for a predetermined period of time and the recovery process was 
then successively carried out, and the above-mentioned test processes were continuously carried out while the driving 
time was increased, so that the filter was examined for occurrence of any cracks, these experiments were carried but 
on five filters according to each of the examples and comparative examples. Then, the amount of particulates that had 
been collected up to the occurrence of any cracks was measured, and the average value of the five samples is deter- 
mined as a recovery limit value. The results of the tests are shown in the following Tables 1 to 3. 
[01 83] Fig. 1 3 is a graph that shows the relationship between the values of P (aperture ratio) and a (ratio of partition 
wall lengths) in Examples 1 to 44 and Comparative Examples 1 to 33. With respect to points in Fig. 13 which are 
selected from the above-mentioned examples and comparative examples, those numbers enclosed by circles (for 
example, (16), (17), (18) ...) indicate example numbers, and those represented only by numbers (for example, 1,10, 
20 ...) indicate comparative example numbers. Moreover, line A indicates p * (20/9)a 2 + 1. Further, line B indicates 
the relationship between a and p in the filter having a cross-sectional shape indicated by Fig. 11, and curves C to G 
respectively indicate the relationship between a and p in each of the filters having cross-sectional shapes indicated by 
Figs. 12(c) and 12(d), Figs. 12(e) and 12(0, Fig. 6(a), Figs. 12(a) and 12(b) and Fig. 10. 

(3) Relationship between the ash weight and the length of ash layer or the pressure loss of the filter 

[0184] As shown in Fig. 8, eachof filters according to the examples and comparative examples was installed in an 
exhaust passage of an engine to form an exhaust gas purifying apparatus, and the engine was driven at the number 
of revolutions of 3000 min* 1 and a torque of 50 Nm for a predetermined period of time and the recovery process was 
then carried out repeatedly; thus, the relationship between the length (length in the exhaust gas flowing direction) of 
the layer of ashes filled in the through hole forming the filter and the ash weight as well as the relationship between 
the pressure loss of the filter and the ash weight was obtained with respect to each of Example 2, Example 13 and 
Comparative Example 28. Tables 15 and 16 show the results of the measurements. 

(3) Compression strength and isostatic strength of filter 

[01 85] Each of filters is cut into a cube having a size of about 30 mm and the compression strength of A-axis was 
measured by using an Instron model 5582. 

[01 86] Moreover, with respect to a filter having a diameter of 1 44 mm and a length of 1 50mm, the isostatic strength 
was measured. Upon measurements, aluminum plates (thickness: 1 mm) were put on upper and lower portions of a 
sample, and this was wrapped in an urethane sheet (thickness: 1 mm) to be sealed therein; thereafter, this was put in 
a pressure container filled with water, and a pressure is applied thereon, so that the pressure at the time of breakage 
was determined as an isostatic strength. 
[0187] Tables 1 to 3 also show the results of these tests. 
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[0188] As clearly indicated by the results shown in Tables 1 to 3 and Fig. 17, the filters according to the examples 
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make it possible to reduce the pressure loss at the time of collection of a fixed amount of particulates in comparison 
with the filters according to comparative examples; therefore, it is possible to reduce the pressure loss from the view- 
point of the period up to recovery as a whole. Since the pressure loss is low, it is possible to collect a great amount of 
particulates. 

[0189] Moreover, as shown in Figs. 15 and 16, in the case of the filters according to Examples 2 and 13, the length 
of the ash layer becomes shorter relative to the ash weight, in comparison with the filter according to Comparative 
Example 28, thus making it possible to reduce the pressure loss due to the ash layer, and consequently to lengthen 
the period up to the necessity of back wash and the like. In comparison with the filters according to comparative ex- 
amples, since the recovery limit value In the filters according to examples is greater, it becomes possible to collect a 
greater amount of particulates until the recovery, and consequently to lengthen the period up to the recovery. 
[0190] Moreover, as shown in Fig. 18, in the case of fitters having cross-sectional shapes shown in Figs. 6(a) to 6 
(d), the recovery limit value becomes greatest in the vicinity of 2.3 to 2.4 in the value of p (aperture ratio), therefore, 
when the results obtained from Examples 1 to 44 and Comparative Examples 1 to 33 are taken into consideration, P 
is preferably set in a range from 1.55 to 2.75, more preferably from 2.0 to 2.54. 

INDUSTRIAL APPLICABILITY < 

[0191] The filter of the present invention makes it possible to suppress the initial pressure loss and, also, to reduce 
the rising rate of the pressure loss that increases as particulates accumulate; therefore, the pressure loss at the time 
when a prescribed amount of particulates have been collected becomes lower, and the pressure loss from the viewpoint 
of the period up to the recovery as a whole also becomes lower. In fact, the recovery limit value, which indicates the 
maximum value of the amount of collection up to the recovery, is made greater in comparison with comparative exam- 
ples. Therefore, a great amount of particulates can be collected up to the recovery, making it possible to lengthen the 
period up to the recovery. Moreover, the length of the ash layer is made shorter relative to the ash weight, and the 
pressure loss caused by the ash layer is also made smaller, so that it is possible to lengthen the period until the back 
wash and the like becomes necessary. 



Claims 

1. A columnar filter having a honeycomb structure in which a number of through holes that are placed in parallel with 
one another in the length direction with wall portion interposed therebetween, 

wherein; 

said through holes comprises two types of through holes, which are' 

large-capacity through holes having a relatively larger cross-sectional area in the cross section perpendicular 
to the length direction and 

small-capacity through holes having a relatively smaller cross-sectional area in said cross section, 

with the numbers of the two types of through holes being substantially set to the same; 

said large-capacity through holes are sealed at one end of said filter, while said small-capacity through holes 

are sealed at the other end of said filter; and 

supposing that the ratio (a/b) of 

the total (a) of lengths of wall portion which is shared by said one large-capacity through hole and said adjacent 

large-capacity through hole in the cross section perpendicular to the length direction to 

the total (b) of lengths of wall portion which Is shared by said one large-capacity through hole and said adjacent 

small-capacity through hole in the cross section perpendicular to the length direction 

Ss defined as a and 

that the ratio (A/B) of the area (A) of said cross section of said large-capacity through hole to the area (B) of 
said cross section of said small-capacity through hole is defined as p, 
a and p satisfy the relationship represented by the following formula (1): 

P a (20/9) a 2 + 1 (where 0 < a £ 1.5 and 1< P £ 6) (1). 

2. The filter according to claim 1 , 

wherein 

the shapes of the cross section perpendicular to the length direction of the large-capacity through holes and/ 
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or the small-capacity through holes are/is a polygonal shape. 

3. The filter according to claim 1 or 2, 

wherein 

the shapes of the cross section perpendicular to the length direction of the large-capacity through holes and/ 
or the small-capacity through holes are: an octagonal shape; and a quadrangle or square shape. 

4. The filter according to any of claims 1 to 3, 

wherein 

the ratio (p) of the cross-sectional area of large-capacity through hole to the cross-sectional area of small- 
capacity through hole is set in a range from 1 .55 to 2.75. 

5. The filter according to any of claims 1 to 4, 

wherein 

on a cross-section perpendicular to the length direction, at least one angle formed at the point where 
a wall portion, shared by a large-capacity through holes and an adjacent large-capacity through holes, 
is caused to intersect 

a wall portion, shared by a large-capacity through holes and an adjacent small-capacity through holes, 
is an obtuse angle. 

6. The filter according to any of claims 1 to 5, 

wherein 

a cross-sections perpendicular to the length direction of the large-capacity through holes and/or the small- 
capacity through holes are/is provided with a curved shape in the vicinity of the comers thereof. 

7. The filter according to any of claims 1 to 6, 

wherein 

a distance between centers of gravity of cross-sections perpendicular to the length direction of the adjacently 
located large-capacity through holes is set to the same as a distance between centers of gravity of cross-sections 
perpendicular to the length direction of the adjacently located small-capacity through holes. 

8. The filter according to any of claims 1 to 7, 

wherein 

a porous ceramics block is constituted by combining a plurality of column-shaped porous ceramics members, 
each of which is constituted by a plurality of through holes placed in parallel with one another in the length direction 
with a partition wall being interposed therebetween, with one another through sealing material layers. 

9. The filter according to any of claims 1 to 8, having an isostatic strength of 7 MPa or more. 

10. The filter according to any of claims 1 to 9, having a compression strength of A-axis of 18 MPa or more. 

1 1 . The filter according to any of claims 1 to 10, which is used for an exhaust gas purifying apparatus for use in a vehicle. 

12. A filter constituted by comprising a columnar porous ceramic block in which a number of through holes are placed 
in parallel with one another in the length direction with wall portion interposed therebetween, 

wherein: 

said through holes comprises two types of through holes, which are, 

large-capacity through holes having a relatively larger cross-sectional area in the cross section perpendicular 
to the length direction and 

small-capacity through holes having a relatively smaller cross-sectional area in said cross section, 

with the numbers of the two types of through holes being substantially set to the same; 

said large-capacity through holes are sealed at one end of said filter, while said small-capacity through holes 

are sealed at the other end of said filter; and 

supposing that the ratio (a/b) of 

the total (a) of lengths of wall portion which is shared by said one large-capacity through hole and said adjacent 

large-capacity through hole in the cross section perpendicular to the length direction to 

the total (b) of lengths of wall portion which is shared by said one large-capacity through hole and said adjacent 
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small-capacity through hole in the cross section perpendicular to the length direction 
is defined as a and 

that the ratio (A/B) of the area (A) of said cross section of said large-capacity through hole to the area (B) of 
said cross section of said small-capacity through hole is defined as p, 
a and P satisfy the relationship represented by the following formula (1 ): 

P * (20/9) a 2 + 1 (where 0 < a £ 1.5 and 1< p <; 6) (1). 
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Fig. 7 
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Fig. 15 
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Fig. 17 
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Fig. 18 
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